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(57)Abstract: 

PROBLEM TO BE SOLVED: To provide an Mn-Zn ferrite which has a large electrical 
resistance and can fully withstand use in a high-frequency region exceeding 1 MHz. 
SOLUTION: An Mn-Zn ferrite contains 44.0-50.0 mol% Fe203, 4.0-26.5 mol% ZnO, 0.1-8.0 
mol% Ti02, one or two kinds of Sn02, or both Ti02 and Sn02, and the balance MnO as the 
basic component composition. Since the ferrite contains Ti02, Si02, or both Ti02 and Sn02, 
the electric resistance of the ferrite becomes 103 times or more higher than that of the 
conventional Mn-Zn ferrite, even when the ferrite is baked in the atmosphere and a high initial 
permeability of 300-400 can be secured as estimated, even at a high frequency of 5 MHz. 
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* NOTICES * 

JPO and NCIPI are not responsible for any 
damages caused by the use of this translation. 

1 .This document has been translated by computer. So the translation may not reflect the original 
precisely. 

2.**** shows the word which can not be translated. 
3. In the drawings, any words are not translated. 



CLAIMS 



[Claim(s)] 

[Claim 1] a fundamental component presentation - 1 of Fe203 44.0 - 50.0 mol% and 4.0-26.5 mol [ of 
ZnO(s) ] %, and Ti02 and Sn02 sorts, and two sorts 0.1-8.0-mol % and the remainder Mn-Zn 
characterized by being MnO Ferrite. 

[Claim 2] Mn-Zn according to claim 1 characterized by containing 1 of CaO 0.005 - 0.200 mass% and 
Si02 0.005 - 0.050 mass% of sorts, and two sorts as an accessory constituent Ferrite. 
[Claim 3] As an accessory constituent, V205 0.010 - 0.200 mass% and Bi203 0.005 - 0.100 mass%, 
In203 0.005 - 0.100 mass%, PbO 0.005 - 0.100 mass%, Mn-Zn according to claim 1 or 2 characterized 
by containing 1 of W03 0.001 - 0.050 mass% of sorts, and two sorts or more MoO30.001 - 0.050 
mass% Ferrite. 

[Claim 4] Mn-Zn according to claim 1 or 2 characterized by containing 1 of Y2O30.010 - 0.200 mass% 
of sorts, and two sorts or more Nb205 0.010 - 0.200 mass% Hf02 0.010 - 0.200 mass% Ta205 0.010 - 
0.200 mass% Zr02 0.010 - 0.200 mass% as an accessory constituent Ferrite. 

[Claim 5] as an accessory constituent - Cr203 0.020 - 0.300 mass% — and - Mn-Zn according to claim 
1 or 2 characterized by containing 1 of aluminum203 0.020 - 0.300 mass% of sorts, and two sorts 
Ferrite. 



[Translation done.] 
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* NOTICES * 

JPO and NCIPI are not responsible for any 
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DETAILED DESCRIPTION 



[Detailed Description of the Invention] 
[0001] 

[Field of the Invention] The oxide magnetic material which has soft magnetism is started, it uses for 
electronic parts or electric-wave absorbers, such as the low loss material and the various inductance 
components which are used for the transformer for switching power supplies, a rotary transformer, a 
deflecting yoke, etc. in more detail, and an impedance component used for the cure against EMI, and 
this invention is suitable Mn-Zn. It is related with a ferrite. 
[0002] 

[Description of the Prior Art] As a typical oxide magnetic material which has soft magnetism, it is Mn- 
Zn. There is a ferrite. This Mn-Zn Generally a ferrite is Fe 203 of 52 - 55 mol% conventionally in more 
Fe(s) 203 than 50 mol% and an average target. 10-24 mol% ZnO and the remainder It is the 
fundamental component presentation containing MnO. And they are usually Fe 203, ZnO, and MnO. 
After mixing each raw material powder at a predetermined rate, it considers as a predetermined 
configuration through each process of temporary quenching, grinding, a quality governing, granulation, 
and shaping, and by pouring nitrogen after an appropriate time, in the reducing atmosphere which 
stopped the oxygen density low, baking processing which holds at 1200-1400 degrees C for 3 to 4 hours 
is performed, and it is manufactured. Here, the reason calcinated in a reducing atmosphere is Fe 203. 
When [ than 50 mol% ] more, it is because eburnation will not fully progress if it calcinates in 
atmospheric air, but good soft magnetism is no longer acquired. Moreover, Fe3+ Fe2+ generated by 
reduction It has a forward crystal magnetic anisotropy and is Fe3+. Although there is effectiveness 
which negates a negative crystal magnetic anisotropy and raises soft magnetism, in having calcinated in 
atmospheric air, it is because such a reduction reaction is not expectable, either. 
[0003] 

[Problem(s) to be Solved by the Invention] By the way, Mn-Zn When using a ferrite as a core 
ingredient, an eddy current flows as the frequency domain to be used becomes high, and loss by this 
becomes large. Therefore, although it is necessary to enlarge the electric resistance as much as possible 
in order to raise the upper limit of the frequency which can be used as a core ingredient The above- 
mentioned general Mn-Zn The electric resistance in a ferrite Above-mentioned Fe3+ Fe2+ The 
frequency which transfer of the electron of a between (between ion) also has, serves as a value smaller 
than lohmm, and can be used is also hundreds. kHz extent to a limitation In the frequency domain 
exceeding this, there was a problem that permeability (initial permeability) will fall remarkably and will 
completely lose the property as soft magnetic materials. 

[0004] In addition, partly, it is Mn-Zn. In order to raise the electric resistance of a ferrite, while adding 
CaO and Si02 grade as an accessory constituent to the above-mentioned principal component and 
forming the grain boundary into high resistance Although the cure which performs low-temperature 
baking of about 1200 degrees C, makes the diameter of crystal grain small to about 5 micrometers, and 
increases the rate of the grain boundary is taken, it is difficult to acquire the electric resistance exceeding 
lohmm also as such a cure, and it does not serve as a fundamental cure. 
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[0005] The place which this invention was made in view of the above-mentioned conventional trouble, 
and is made into the purpose has big electric resistance, and is 1MHz. Mn-Zn which is fully equal also 
to use in the RF field which exceeds It is in offering a ferrite. 
[0006] 

[Means for Solving the Problem] In order to attain the above-mentioned purpose, for one of this 
inventions, a fundamental component presentation is Fe203 44.0 - 50.0 mol% and ZnO. 1 of 4.0 - 26.5 
mol% and Ti02 and Sn02 sorts, two sorts 0.1-8.0-mol %, the remainder It is characterized by being 
MnO. 

[0007] Moreover, other one of this inventions is characterized by making 1 of CaO 0.005 - 0.200 mass% 
and Si02 0.005 - 0.050 mass% of sorts, and two sorts contain as an accessory constituent to the above- 
mentioned fundamental component presentation. 

[0008] The above-mentioned 2 invention can be considered as the presentation which made the 
accessory constituent described further below contain by request. One of them is the presentation which 
made 1 of W03 0.001 - 0.050 mass% of sorts, and two sorts or more contain Mo03 0.001 - 0.050 
mass% PbO 0.005 - 0.100 mass% In203 0.005 - 0.100 mass% Bi203 0.005 - 0.100 mass% V205 0.010 

- 0.200 mass% as an accessory constituent. Other one is the presentation which made 1 of Y203 0.010 - 
0.200 mass% of sorts, and two sorts or more contain Nb205 0.010 - 0.200 mass% Hf02 0.010 - 0.200 
mass% Ta205 0.010 - 0.200 mass% Zr02 0.010 - 0.200 mass% as an accessory constituent, one of 
further others - as an accessory constituent - Cr203 0.020 - 0.300 mass% - and - It is the presentation 
which made 1 of aluminum 2030.020 - 0.300 mass% of sorts, and two sorts contain. 

[0009] 

[Embodiment of the Invention] This invention is 1MHz. Mn-Zn which is fully equal also to use in the 
RF field which exceeds In order to offer a ferrite, Existing Mn-Zn Fe203 which are the fundamental 
component of a ferrite, ZnO, and MnO Otherwise, it is the thing it was made to make 1 of Ti02 and 
Sn02 sorts, and two sorts newly contain. The fundamental component presentation is 1 of Fe203 44.0 - 
50.0 mol%, ZnO 4.0 - 26.5 mol%, and Ti02 and Sn02 sorts, and two sorts. 0.1-8.0 They are mol% and 
Remainder MnO. 

[0010] Mn-Zn the iron component in a ferrite - Fe<SUP>3+ And Fe2+ ****** although it exists - Ti 
and Sn - this Fe3+ from - an electron - receiving - Fe2+ Making it generate is known. Therefore, it is 
Fe2H- even if it calcinates in atmospheric air by making these contain. It is generable. Content of Ti02 
and/or Sn02 occupied during a fundamental component presentation in this invention 0.1-8.0 It is 
considering as mol% and is Fe2+. The amount of generation is controlled and it is Fe3+. Fe2+ It makes 
it possible to acquire the outstanding soft magnetism by optimizing an abundance ratio and offsetting the 
crystal magnetic anisotropy of positive/negative, moreover - according to this invention - Ti4+ with a 
stable valence And Sn4+ since it exists mostly - Fe3+ Fe2+ most exchanges of the electron of a 
between should be prevented, be markedly alike from before, and large (about 1 03 twice) electric 
resistance should be acquired ~ it becomes obtaining, however, content of Ti02 and/or Sn02 the 
effectiveness is small at under 0.1 mol% - since initial permeability will fall if [ than 8.0 mol% ] more - 

- the above-mentioned range 0.1-8.0 It considered as mol%. 

[001 1] It is Fe 203 so that sufficient soft magnetism may be acquired even if it calcinates this invention 
in atmospheric air as described above. It is necessary to hold down to below 50 mol% and to promote 
eburnation. However, this Fe 203 Since decline in initial permeability will be caused if too few, it is 
made to make 44.0 mol% at least contain. ZnO Since saturation magnetization will decrease if too 
conversely few [ if many / not much /, Curie temperature will become low and it will become a problem 
practically, and ] although Curie temperature and saturation magnetization are affected, it is the above- 
mentioned range. Considering as 4.0 - 26.5 mol% is desirable. 

[0012] CaO and - although, as for Si02, said thing [ forming the grain boundary into high resistance ] is 
known as carried out — Mn-Zn It is also known that there is work which promotes sintering of a ferrite. 
therefore - although it becomes effective when obtaining a high-density magnetic material to add CaO 
and Si02 to the above-mentioned fundamental component presentation as an accessory constituent - 
desired effectiveness ~ obtaining - CaO and Si02 - more than 0.005 mass% - it is necessary to make 
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it contain However, since abnormality grain growth will take place if many [ not much / too ], it is CaO. 
As for Si02, to 0.200 mass%, it is desirable to suppress an upper limit to 0.050 mass%, respectively. 
[0013] this invention - as an accessory constituent - V205, Bi 203, In 203, PbO, and Mo03 - and - 
One sort of W03 or two sorts or more may be made to contain. Each of these accessory constituents is 
low-melt point point oxides, and has the operation which promotes sintering. However, since 
abnormality grain growth will take place if there is too much the effectiveness conversely small when 
there are few those contents, V205 . 0.010 - 0.200 mass%, Bi 203, In203, and PbO 0.005 - 0.100 
mass% and W03 Considering as 0.001 - 0.050 mass% is desirable. 

[0014] This invention may make Zr02, Ta205, Hf02, Nb 205 and one sort of Y203, or two sorts or 
more contain as an accessory constituent. Each of these accessory constituents is high-melting oxides, 
and has the operation which controls grain growth. Since electric resistance will increase if crystal grain 
becomes small, the initial permeability in a RF field is improvable because optimum dose makes these 
accessory constituents contain. However, since initial permeability will fall if there is too much the 
effectiveness conversely small when there are few those contents, these contents are all. Considering as 
0.01 0 - 0.200 mass% is desirable. 

[0015] This invention is Cr 203 as an accessory constituent. It reaches. One sort in aluminum 203 or 
two sorts may be made to contain. Since initial permeability will fall if there is too much the 
effectiveness conversely small when not much few although it is effective in improving the temperature 
characteristic of initial permeability, these accessory constituents are these contents. Considering as 
0.020 - 0.300 mass% is desirable. 

[0016] Mn-Zn manufacture of a ferrite — facing — beforehand - Fe 203 as a principal component, ZnO, 
Ti02, and/or Sn02 and MnO it becomes a predetermined ratio about each raw material powder ~ as ~ 
weighing capacity - carrying out - these - mixing -- mixed powder - obtaining -- next, this mixed 
powder — temporary quenching ~ it pulverizes. Although said temporary-quenching temperature 
changes somewhat with target systems, it can choose proper temperature in the temperature requirement 
of 850 - 950 **. Moreover, a general-purpose ball mill can be used for pulverizing of mixed powder. 
And to this detailed mixed powder, addition mixing of the powder of the above-mentioned various 
accessory constituents is carried out by the predetermined ratio by request, and the mixed powder of a 
target system is obtained. It fabricates by corning after that according to the usual ferrite manufacture 
process, it calcinates further, and a baking object is acquired. Said granulation adds binders, such as 
polyvinyl alcohol, polyacrylamide, methyl cellulose, polyethylene oxide, and a glycerol, and performs 
them, and shaping is 80MPa. It carries out by applying the above pressure and baking is further carried 
out to the temperature of 1000-1300 degrees C by the proper approach of carrying out time amount 
maintenance in air. 

[0017] Thus, obtained Mn-Zn For a ferrite, since Ti02 and/or Sn02 are contained as a principal 
component, electric resistance is conventional Mn-Zn. Compared with a ferrite, it increases remarkably 
(about 103 twice), moreover, frequency f (MHz) for which the limitation of the initial permeability mu 
in a soft magnetism ferrite generally uses the ferrite in inverse proportion - mu=K/f (K=l 500-2000), 
although he is trying to estimate with the value given by the formula This Mn-Zn According to the 
ferrite, it is 5MHz. It sets and estimates and is the initial permeability of a passage. 300-400 It can obtain 
and is 1MHz. It becomes suitable as the core ingredient for the RFs which exceed, and an electric-wave 
absorber. 
[0018] 

[Example] Example lFe 203 42.0 - 52.0 mol%, and Ti02 or Sn02 2.0 mol% and the remainder After 
mixing each raw material powder with a ball mill so that MnO and ZnO may make a mole ratio 26:25, 
temporary quenching was carried out at the inside of air, and 900 degree C for 2 hours, the ball mill 
ground further for 20 hours, and mixed powder was obtained. Next, the quality governing of this mixed 
powder was carried out so that it might become a previous presentation, and it mixed with the ball mill 
further for 1 hour. Next, polyvinyl alcohol is added and corned to this mixed powder, and it is 80MPa. 
The toroidal-like core with the outer diameter of 1 8mm, a bore [ of 1 0mm ], and a height of 4mm was 
fabricated by the pressure, and each Plastic solid was put into the firing furnace after that, it calcinated at 



http://www4.ipdl.ncipi.go.jp/cgi-bin/tran_web_cgi_ejje 



11/7/2005 



JP,2000-133510,A [DETAILED DESCRIPTION] 



Page 4 of 10 



1300 degrees C in air for 3 hours, and the sample 1-1 to 1-7 as shown in Table 1 was obtained. 
[0019] Moreover, it is Fe 203 because of a comparison. 52.5 mol% and MnO are 24.2 mol% and ZnO. 
After mixing each raw material powder with a ball mill so that it may become 23.3 mol%, temporary 
quenching was carried out at the inside of air, and 900 degree C for 2 hours, the ball mill ground further 
for 20 hours, and mixed powder was obtained. Next, while carrying out the quality governing of this 
mixed powder so that it may become a previous presentation, it is with CaO 0.050mass% as an 
accessory constituent. Si02 0.010 mass% was added and it mixed with the ball mill further for 1 hour. 
Next, polyvinyl alcohol is added and corned to this mixed powder, and it is 80MPa. A toroidal-like core 
with the outer diameter of 1 8mm, a bore [ of 10mm ], and a height of 4mm is fabricated by the pressure, 
a Plastic solid is put into a firing furnace after that, and it calcinates at 1200 degrees C in nitrogen-gas- 
atmosphere mind for 3 hours, and is Fe 203 as well as the former. More samples 1-8 than 50-mol% 
were obtained. 

[0020] And about each sample 1-1 to 1-8 obtained as mentioned above, while checking the final 
component presentation by X-ray fluorescence, the core loss in the initial permeability in 5MHz, electric 
resistance and 1MHz, and 50mT was measured in baking volume density and a 500kHz list. Those 
results are collectively shown in Table 1 . 
[0021] 
[Table 1] 
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[0022] From the result shown in Table 1, it is Fe 203. It is Fe 203 to more samples 1 (comparison 
sample) than 50.0 mol%. A consistency is fully high and each of sample 1-2 to 1-5 below 50.0 mol% 
and 1-7 (this invention sample) is electric resistance, 500kHz, and 5MHz. Initial permeability is 
remarkably high and, moreover, core loss is small. Although the initial permeability of a sample 1-3 has 
become the highest in this invention sample, this is because electric resistance is increasing. Moreover, 
the sample 1-6 as a comparison sample is Fe 203. Since it has decreased with less than [ 44.0mol% ], 
they are 500kHz and 5MHz. Initial permeability is quite low compared with this invention sample, 
moreover, the former - the same - Fe 203 more samples 1-8 than 50 mol% - 5MHz initial 
permeability ~ up to the level 1 of the permeability in a vacuum - the bottom --****-- it got down and 
the property as soft magnetic materials is lost completely. 
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[0023] Example 2Fe 203 0-10.0 mol% and the remainder MnO and ZnO After mixing each raw 
material powder with a ball mill so that it may become a mole ratio 26:25, temporary quenching was 
carried out at 900 degrees C among air for 2 hours, the ball mill ground further for 20 hours, and mixed 
powder was obtained. [ 48.0 mol%, and Ti02 or Sn02 ] Next, the quality governing of this mixed 
powder was carried out so that it might become a previous presentation, and it mixed with the ball mill 
further for 1 hour. Next, polyvinyl alcohol is added and corned to this mixed powder, and it is 80MPa. 
The toroidal-like core with the outer diameter of 1 8mm, a bore [ of 1 0mm ], and a height of 4mm was 
fabricated by the pressure, and each Plastic solid was put into the firing furnace after that, it calcinated at 
1000 degrees C in air for 3 hours, and the sample 2-1 to 2-7 as shown in Table 2 was obtained. And it is 
5MHz while checking a final component presentation by X-ray fluorescence about each sample 2-1 to 2- 
7 which carried out in this way and was obtained. The core loss in initial permeability and 1MHz, and 
50mT was measured. Moreover, about this invention sample 1-3, 2-3, 2-4, 2-5, and 2-7, the temperature 
characteristic of the core loss in 1MHz and 50mT was also measured. Those results are shown in Table 
2 and drawing 1 . 
[0024] 
[Table 2] 
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[0025] it is optimum dose **** about Ti02 to the sample 2-1 (comparison sample) which does not 
contain Ti02 at all from the result shown in Table 2 it is optimum dose **** about Sn02 at this 
invention sample 1-3, and 2-2 - 2-5 list ~ this invention sample 2-7 all has remarkably high initial 
permeability, and core loss is remarkably small. Moreover, although the sample 2-6 (comparison 
sample) which contains Ti02 in a large quantity (10.0 mol%) comparatively has high initial 
permeability compared with the comparison sample 2-1 which does not contain Ti02 at all and core loss 
is small, if it compares with this invention sample 1 -3, and 2-1 - 2-5 list 2-7, initial permeability is low 
and core loss is large. 

[0026] Moreover, as a result of being shown in drawing 1 , the 2= 2.0-mol % of sample 1-3 of TiO(s) 
has few temperature changes, and they can utilize it effectively as the ferrite for inductance components, 
and a ferrite for impedance components. Moreover, although it varies in the range whose temperature 
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core loss indicates the minimum value to be is 40-80 degrees C, 2-7 is using these properly according to 
the temperature to be used, and can be effectively utilized for this invention sample 1-3, and 2-3 - the 2- 
5 list containing Ti02= 4.0-8.0-mol% especially as a low loss ferrite. 

[0027] Example 3Fe 203 48.0 mol% and MnO are 25.5 mol% and ZnO. 24.5 mol% and Ti02 After 
mixing each raw material powder with a ball mill so that it may become 2.0 mol% (it is the same as the 
sample 1-3 of an example 1), temporary quenching was carried out at the inside of air, and 900 degree C 
for 2 hours, the ball mill ground farther for 20 hours, and mixed powder was obtained. Next, the quality 
governing of this mixed powder is carried out so that it may become a previous presentation, and it is 
CaO as an accessory constituent. Or Si02 was mixed with the ball mill to various ****** and a pan for 
1 hour, as shown in Table 4. Next, polyvinyl alcohol is added and corned to this mixed powder, and it is 
80MPa. The toroidal-like core with the outer diameter of 1 8mm, a bore [ of 10mm ], and a height of 
4mm was fabricated by the pressure, and each Plastic solid was put into the firing fiirnace after that, it 
calcinated at 1300 degrees C in air for 3 hours, and the sample 3-1 to 3-6 as shown in Table 3 was 
obtained. And while checking a final component presentation by X-ray fluorescence about each sample 
3-1 to 3-6 which carried out in this way and was obtained, they are baking volume density and 5MHz. 
Initial permeability was measured. Those results are shown in Table 3. 
[0028] 
[Table 3] 
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[0029] From the result shown in Table 3, it is CaO. Or in the sample 3-1 which carried out optimum 
dose content of Si02, 3-2, 3-4, and 3-5 (this invention sample), a consistency and initial permeability 
are improved for all to the sample 1-3 (this invention sample of an example 1) which does not contain 
these at all. However, CaO Or in the sample 3-3 which made more SiO(s)2 contain, and 3-6 (comparison 
sample), compared with the above mentioned this invention sample, although a consistency improves, 
initial permeability is low. 

[0030] To the same mixed powder of a fundamental component presentation as example 4 example 3, it 
is V205, Bi 203, In 203, and PbO, Mo03 and W03 as an accessory constituent. Specified quantity 
**** and after that, mixing, granulation, shaping, and baking were performed on the same conditions as 
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an example 3, and the sample 4-1 to 4-14 as shown in Table 4 was obtained. And while checking a final 
component presentation by X-ray fluorescence about each sample 4-1 to 4-14 which carried out in this 
way and was obtained, they are baking volume density and 5MHz. Initial permeability was measured. 
Those results are shown in Table 4. 
[0031] 
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[0032] From the result shown in Table 4, V205, Bi 203, In 203, PbO, Mo03 and W03 In the sample 
4-1 which carried out optimum dose content, 4-2, 4-4, 4-5, 4-7 to 4-10, and 4-12 to 4-14 (this invention 
sample), a consistency and initial permeability are improved for all to the sample 1-3 (this invention 
sample of an example 1) which does not contain these at all. However, in the sample 4-3 which made 
more these accessory constituents contain, 4-6, and 4-1 1 (comparison sample), compared with the above 
mentioned this invention sample, although a consistency improves, initial permeability is low. 
[0033] To the same mixed powder of a fundamental component presentation as example 5 example 3, 
the sample 5-1 to 5-9 as performs mixing, granulation, shaping, and baking on the same conditions as an 
example 3 specified quantity **** and after that and shows Zr02, Ta 205, Hf02 and Nb 205, and 
Y203 as an accessory constituent in Table 5 was obtained. And while checking a final component 
presentation by X-ray fluorescence about each sample 5-1 to 5-9 which carried out in this way and was 
obtained, they are a diameter of crystal grain, and 5MHz. Initial permeability and electric resistance 
were measured. Those results are shown in Table 5. 
[0034] 
[Table 5] 
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[0035] From the result shown in Table 5, Zr02, Ta 205, Hf02 and Nb 205, the sample 5-1 that carried 
out optimum dose content of Y203, 5-2, and 5-4 to 5-9 (this invention sample) To 14 micrometers of 
diameters of crystal grain of the sample 1-3 (this invention sample of an example 1) which does not 
contain these at all, the diameter of crystal grain is small with 5-8 micrometers, and initial permeability 
is also improved in connection with this. However, in what the accessory constituent contains like a 
sample 5-3 (comparison sample), although the diameter of crystal grain becomes small, the 
improvement effect of initial permeability is not accepted. 

[0036] To the same mixed powder of a fundamental component presentation as example 6 example 3, 
they are Cr 203 and aluminum 203 as an accessory constituent. Specified quantity **** and after that, 
mixing, granulation, shaping, and baking were performed on the same conditions as an example 3, and 
the sample 6-1 to 6-6 as shown in Table 6 was obtained. And while checking a final component 
presentation by X-ray fluorescence about each sample 6-1 to 6-6 which carried out in this way and was 
obtained, they are a diameter of crystal grain, and 5MHz. Initial permeability and a relative humidity 
multiplier were measured. In addition, a relative humidity multiplier is an index showing the 
temperature characteristic of initial permeability, and is given by the degree type. 
Relative humidity multiplier =(mu2-mul)/mul2/(T2-Tl) 

however - mu 1 : Initial permeability mu 2 in temperature Tl (usually 20 degrees C) : Temperature T2 
the initial permeability which can be set - the result of them is shown in Table 6. 
[0037] 
[Table 6] 
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[0038] From the result shown in Table 6, they are Cr 203 and aluminum 203. To the diameter of crystal 
grain of the sample 1-3 (this invention sample of an example 1) in which the sample 6-1 which carried 
out optimum dose content, 6-2, and 6-4 to 6-6 (this invention sample) do not contain these at all, the 
relative humidity multiplier is small and the temperature characteristic is improved. However, in what 
the accessory constituent contains like a sample 6-3 (comparison sample), although the relative humidity 
multiplier is small, initial permeability is falling. 
[0039] 

[Effect of the Invention] As mentioned above, Mn-Zn which starts this invention as explained 
According to the ferrite, it is conventional Mn-Zn. Compared with a ferrite, it can be markedly alike, big 
electric resistance and the outstanding initial permeability can be obtained, and it is 1MHz. It becomes 
what is fully equal also to use in the RF field which exceeds, and becomes suitable as the core ingredient 
for RFs, and an electric-wave absorber. Moreover, Mn-Zn concerning this invention For a ferrite, Fe 
203 is Mn-Zn below 50 mol% by content of Ti02 and Sn02. Since baking in atmospheric air is attained 
also in the ferrite, it contributes to an improvement of manufacturability and reduction of a 
manufacturing cost greatly. 
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* NOTICES * 

JPO and NCIPI are not responsible for any 
damages caused by the use of this translation. 

1 .This document has been translated by computer. So the translation may not reflect the original 
precisely. 

2 . * * * * shows the word which can not be translated. 
3. In the drawings, any words are not translated. 



DRAWINGS 



[Drawing 1] 



■ --TO, =410*2-3) 

TO, (to. 2-5) 

-Sn(VWIta2-7) 




[Translation done.] 
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